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Description 
TECHNICAL FIELD 

Trie present invention has relation to a "zero strain** 
stretch laminate web which is assembled in a substan- 
tially untensioned (i.e., "zero strain") condition and 
which is capable of being rendered elastic by mechani- 
cal stretching. 

The present invention has further relation to 
method and apparatus for producing such a "zero 
strain" stretch laminate web, wherein predetermined 
portions of said web can be rendered elastic by 
mechanical stretching. 

The present invention, in a particularly preferred 
embodiment, has further relation to method and appa- 
ratus for rendering predetermined portions of such a 
"zero strain" stretch laminate web elastic in one or more 
directions while the web is moving continuously at high 
speed in the machine direction. 

The present invention has further relation to such a 
"zero strain" stretch laminate web comprising a multi- 
plicity of absorbent articles, such as single use diapers, 
connected one to another along their waistband por- 
tions, each of the diapers in said web further including 
at least one elastomeric element secured to either the 
topsheet, the backsheet or both while said elastomeric 
element is in a substantially untensioned condition, at 
least a portion of the web containing said substantially 
untensioned elastomeric element being subjected to 
mechanical stretching which is sufficient to permanently 
elongate the web to which said elastomeric element is 
secured. To the extent that it is not secured to the elas- 
tomeric element, said permanently elongated web 
undergoes z-direction bulking between adjacent points 
of securement to the elastomeric element in a direction 
perpendicular to the plane of the elastomeric element 
when the tensile forces are released and said elasto- 
meric element returns to its substantially untensioned 
configuration. Regardless of the degree of z-direction 
bulking, the "zero strain" stretch laminate portion of the 
web is thereafter eiastically extensible in the direction of 
initial stretching, at least up to the point of initial stretch- 
ing. 

The present invention, in a particularly prefened 
embodiment, has further relation to such method and 
apparatus wherein the mechanical stretching of said 
laminate web is carried out by passing said laminate 
web between a pair of meshing corrugated rolls. 

The present invention has further relation, in a par- 
ticularly preferred embodiment, to a single use absorb- 
ent bandage structure, such as a diaper, having discrete 
elasticized portions thereof formed by the method and 
apparatus of the present invention. 

BACKGROUND ART 

In simplest terms, a "zero strain" stretch laminate 
web, as those terms are used herein, refers to a lami- 



nate web comprised of at least two plies of material 
which are secured to one another, either intermittently 
or substantially continuously, along at least a portion of 
their coextensive surfaces while in a substantially 

5 untensioned ("zero strain") condition. At least one of 
said plies is preferably in the form of a continuous web 
to facilitate continuous, high speed processing. Hie 
other of said plies may comprise a continuous web or 
discrete elements or patches secured to the continuous 

w web at predetermined locations. 

As used in the foregoing context, an Intermittently- 
bonded laminate web shall mean a laminate web 
wherein prior to the application of tension the plies are 
initially bonded to one another at discrete spaced apart 

is points or one wherein the plies are substantially 
unbonded to one another in discrete spaced apart 
areas. Intermittently bonded laminate webs of the first 
type can be formed by passing two heat bondable plies 
through a heated patterned embossing roll nip or by 

20 applying discrete spaced apart areas of adhesive to one 
of the plies before bringing it in contact with the other 
ply, while an intermittently bonded web of the second 
type can be formed by feeding an adhesively coated 
apertured ply or scrim between a pair of substantially 

25 continuous plies. Conversely, a "substantially continu- 
ously" bonded laminate web shall mean a laminate web 
wherein prior to the application of tension the plies are 
initially bonded substantially continuously to one 
another throughout their areas of interface. Substan- 

30 tialty continuously bonded laminate webs can be formed 
by extruding a first substantially continuous, thermo- 
plastic adhesive ply directly onto a second ply while the 
first ply is in a heated condition, passing two heat bond- 
able plies between a heated smooth surfaced roll nip or 

35 by applying a substantially continuous adhesive coat- 
ing, spray or densely patterned melt blown to one of the 
plies prior to bringing it in contact with the other ply. 

One of the plies employed in a "zero strain" stretch 
laminate web of the present invention is comprised of a 

40 material which is stretchable and elastomeric, i.e., it will 
return substantially to its untensioned dimensions after 
an applied tensile force has been released. The second 
ply secured to the elastomeric ply is elongatable, most 
preferably drawaWe, but is not necessarily elastomeric. 

45 Whatever its composition, the second ply will, upon 
stretching, be at least to a degree permanently elon- 
gated so that upon release of the applied tensile forces, 
it will not fully return to its original undistorted configura- 
tion. To the extent that the permanently elongated see- 
so ond ply is not secured to the elastomeric web after the 
stretching operation, the permanently elongated sec- 
ond ply expands in the z-direction between its points of 
securement to the elastomeric web when the elasto- 
meric web to which it is secured returns to its substan- 

55 tially undistorted configuration in the x-y plane. The 
greater the distance between the adjacent points of 
securement in the x-y plane after stretching, the greater 
will be the degree of z-direction expansion in the result- 
ant laminate web. Regardless of the degree of z-direc- 
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tion expansion, the resulting "zero strain" stretch 
laminate web is thereafter elasticity extensible in the 
direction of initial stretching, at least up to the point of 
initial stretching. 

While the term "zero strain", which is used herein to 
describe stretch laminate webs to which the present 
invention pertains, has not to Applicants' knowledge 
been used by prior art workers to describe webs of the 
aforementioned type, it will for consistency be hereinaf- 
ter used throughout the present specification to 
describe such webs. 

One very early execution of an intermittently 
bonded "zero strain" stretch laminate web is disclosed 
in U.S. Patent 2,075,189 issued to Galligan et al. on 
March 30, 1937. According to the disclosure of the 
aforementioned Galligan et al. patent, two superposed 
continuous plies of rubber, one of which is under tension 
and longitudinally stretched, are passed between a pair 
of pressure rolls traveling at the same peripheral speed. 
One of the rolls is provided with relatively small or nar- 
row projections in a desired pattern, which projections 
cooperate with the second roll to press together into 
adhesive contact small portions of the two plies of rub- 
ber so that relatively closely spaced small areas of the 
superposed plies will be united in a pattern similar to 
that of the projections on the pressure roll. 

According to Galligan et al., the roll cooperating 
with the roll having projections may be smooth, or 
instead it may be provided with mating projections simi- 
lar to those on the other roll. The rolls are spaced apart, 
depending upon the combined thickness of the two plies 
of rubber, to a degree sufficient to provide the desired 
uniting pressure without undesirably thinning the rubber 
of the joined areas. 

Upon issuance of the joined plies from the rolls, the 
tension on the stretched ply is relaxed, and as a result 
this ply contracts in length and also slightly expands in 
width. Since the unstretched ply intermittently bonded 
thereto cannot thus contract, it is drawn up from a longi- 
tudinal direction in puckers or crinkles 4. In the specific 
embodiment shown in Figures 1 and 2 of Galligan et al., 
the top or crinkled ply is designated by the numeral 1 , 
while the stretched or backing ply is designated by the 
numeral 2. At 3 there appear narrow parallel joint lines 
at the points where the two plies have been united by 
the pressure. 

In a succeeding step of the process disclosed in the 
Galligan et al. patent, the foregoing intermittently 
bonded composite comprising a two ply crinkled mate- 
rial is very highly stretched in a lateral direction (sub- 
stantially parallel to the joint lines 3), the tension being 
sufficient to stretch the top crinkled ply 1 beyond its 
elastic limit However, the applied tension remains 
within the elastic limit of the bottom or backing ply 2. If 
desired, the lateral stretching may be to a point as high 
as eight times the original width of the undistorted com- 
posite. 

Since the top ply 1 is laterally stretched beyond its 
elastic limit, its crinkles 4 are necessarily permanently 



thinned out in a lateral direction so that when the lateral 
tension on the laminate sheet is released, the superfi- 
cial area of the material in any crinkle, when spread flat, 
will be much greater than that of the corresponding por- 

5 tion of the backing pry 2. As a result, when the backing 
ply 2 laterally contracts, the crinkles 4 on the top ply 1 
are drawn up from a lateral direction, and since their 
superficial area is much greater than before, the con- 
tracting effect of the backing ply causes the crinkles to 

70 assume a highly irregular and distorted form between 
the joint lines 3, i.e., it produces z-direction bulking of 
the composite, as generally shown in Figures 5, 6 and 
7. Galligan et al. suggest that the resultant "zero strain" 
stretch laminate material is particularly suitable for use 

15 in the making of bathing suits, bathing caps, shoes, 
aprons and other articles. 

Another early execution of an intermittently bonded 
"zero strain" stretch laminate web, which is specifically 
suggested for uses such as toweling, wiping material 

20 and expendable garment material, is disclosed in U.S. 
Patent 3.025,199 issued to Harwood on March 13, 
1962. In particular, Harwood suggests the formation of 
a scrim comprised of intersecting sets of threads or fila- 
ments 2 and 3 which are bonded to one another at their 

25 points of intersection to form a reticulated reinforcing 
network 1 . A pair of nonwoven layers 4 and 5 of fibers 
are preferably attached to the opposite sides of the rein- 
forcing network 1 formed by the intersecting threads. 
The laminate web structure disclosed by Harwood 

30 is thereafter subjected to a stretching operation in one 
or more directions to permanently expand the nonwo- 
ven webs 4,5 secured to the opposed surfaces of the 
reinforcing network 1. According to Harwood, this may 
be carried out by stretching the laminate web crosswise 

35 (i.e., in the cross-machine direction) via suitable roll 
means or by appropriately guided conveyor chains 
equipped with means for gripping and applying opposed 
tensile forces to the side margins of the web (i.e., tenter- 
ing apparatus). If lengthwise stretching of the laminate 

40 web is desired, Harwood teaches that this may be 
effected by cooperative low and high speed roll pairs. 

Since the threads 2,3 used to form the reticulated 
reinforcing network 1 of Harwood are, in a particularly 
preferred embodiment, resilient, the network 1 tends to 

45 restore itself to a predetermined substantially undis- 
torted configuration as soon as any tensile forces which 
have been applied to the laminate web are removed. As 
a result the permanently expanded outermost plies 4 
and 5 shown in the cross-section of Figure 4 of the Har- 

50 wood patent exhibit z-direction bulking in the unbonded 
areas 6 which coincide with the openings in the resilient 
network 1. 

More recent executions of both intermittently 
bonded and substantially continuously bonded "zero 
55 strain" stretch laminate webs comprised of synthetic 
polymer plies and intended for single use or disposable 
apparel applications are disclosed in commonly 
assigned U.S. Patent 4,107,364 issued to Sisson on 
August 15, 1978 and commonly assigned U.S. Patent 
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4,209,563 issued to Sisson on June 24, 1980. The com- 
monly assigned Sisson patents teach that the "zero 
strain" stretch laminate webs therein disclosed are par- 
ticularly well suited for single use apparel applications 
because of their relatively low cost compared to conven- 5 
tional cloth materials. The Sisson patents further teach 
that such "zero strain" stretch laminates may be con- 
structed in many different forms ranging from extremely 
lightweight versions suitable for lingerie applications to 
heavier versions suitable for apparel waistband applica- 
tions. 

In a preferred embodiment, Sisson's "zero strain" 
stretch laminate comprises at least one ply comprised 
substantially of synthetic polymeric fflamerrts which are 
relatively elastomeric and at least one ply comprised 
substantially of synthetic polymeric f ilaments which are 
relatively eiongatable but relatively nonelastic. In a par- 
ticularly preferred embodiment the plies are bonded to 
one another to form a coherent laminate web. 

As pointed out earlier herein, Sisson discloses two 
types of web bonding configurations: substantially con- 
tinuous bonding, as can be accomplished via a heated 
smooth roll nip; and substantially intermittent bonding at 
a plurality of spaced apart points, as can be accom- 
plished via a heated patterned embossing roll nip. 

Laminate webs employing either bonding configu- 
ration are thereafter mechanically worked as by stretch- 
ing, preferably substantially uniformly, in at least one 
direction followed by substantially complete relaxation 
to develop a low modulus of elasticity in the direction of 
stretching. In the case of the intermittently bonded lam- 
inate webs, the eiongatable but relatively nonelastic ply 
is permanently elongated by the stretching operation. 
Accordingly, it is bulked and bunched between the inter- 
mittent bonds securing it to the relatively elastomeric ply 
when the applied tension is released, i.e., it is bulked to 
a significant degree in the z-direction to produce a "zero 
strain" stretch laminate web which is elasticity extensi- 
ble in the direction of initial stretching, at least up to the 
point of initial stretching. In the case of the substantially 
continuously bonded laminate webs, the permanently 
elongated polymeric filaments which are relatively ine- 
lastic do not retract when tension is released on the 
laminate web. Consequently they are caused to 
undergo looping, bulking and bunching on a much finer 
scale, i.e., between their bond points to the relatively 
elastomeric polymeric filaments when tension is 
released on the laminate web. While the z-direction 
bulking is less pronounced in such continuously bonded 
laminate webs, "zero strain" stretch laminate webs of so 
the latter type are also elastically extensible in the direc- 
tion of stretching, at least up to the point of initial stretch- 
ing. 

Numerous examples of "zero strain" stretch lami- 
nate webs employing either continuous or intermittent ss 
bonding configurations and methods for producing such 
webs are disclosed in the aforementioned commonly 
assigned Sisson patents. 

Sisson's suggestion to employ "zero strain" stretch 
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laminate materials in single use or disposable items of 
wearing apparel has been followed by a number of sub- 
sequent workers in the art. See. for example, U.S. Pat- 
ent 4,525,407 issued to Ness on June 25, 1985, which 
discloses disposable diapers and surgical gowns incor- 
porating one or more "zero strain" stretch laminate com- 
posites comprised of an untensioned elastic member 
intermittently bonded to an unstretched less extensible 
substrate, the resulting laminate being rendered elastic 
by stretching. 

Figures 1-3 of Ness disclose a simple two layer 
"zero strain" stretch laminate web which is intended for 
use as an elastic bandage or wrap. The laminate web 
comprises a nonapertured elastic member 10 and an 
unstretched, nongathered substrate 12. which before it 
is stretched, is less easily extensible than the elastic 
member and which has less elastic recovery than the 
elastic member. The substrate and the elastic member 
are intermittently bonded at spaced apart points 14 in a 
regular or irregular pattern. The laminate web is thereaf- 
ter stretched in the directions of the arrows shown in 
Figure 2. Upon release of the applied tensile forces, the 
elastic member 10 causes puckering, i.e., z-direction 
bulking, of the permanently elongated substrate 12 
between bonding points 14, as generally shown in Fig- 
ure 3. Like the aforementioned "zero strain" stretch lam- 
inate webs of Galligan et al., Harwood and Sisson, the 
resultant laminate web disclosed by Ness is thereafter 
elastically extensible in the direction of initial stretching, 
at least up to the point of initial stretching. 

Another elastic composite web embodiment 30 is 
illustrated in Figures 5-8 of Ness. The latter embodi- 
ment employs a reticulated elastic element 20 having 
transverse strands 22 and longitudinal strands 24. The 
reticulated elastic element 20 of Ness appears to be 
generally similar to the resilient reticulated reinforcing 
member 1 disclosed in Figures 1-4 of the aforemen- 
tioned Harwood patent. Like Harwood, Ness also 
employs a first substrate 28 having less extensibility 
than the elastic member 20 and less elastic recovery 
than the elastic member. A second substrate 30, which 
has substantially the same physical properties as sub- 
strate 28, and which "sandwiches" the elastic member 
10, is also employed by Ness. 

Substrates 28 and 30 of Ness are secured at least 
to the opposing surfaces of the reticulated elastic mem- 
ber 20 while the elastic member is in a substantially 
untensioned condition. The substrates 28 and 30 may. if 
desired, also be bonded to one another through the 
openings in the reticulated elastic member. According to 
the teachings of Hess, when the laminate web is there- 
after stretched in the longitudinal direction, the sub- 
strates 28.30 undergo permanent elongation and may 
become determinated from one another, but remain 
intermittently bonded to the reticulated elastic member 
20 at the intermediate sites comprising the transverse 
and/or longitudinal strands of the reticulated member. 
Once tension on the web has been released, the reticu- 
lated elastic member 20 restores the web to the sub- 
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stantially undistorted configuration of the reticulated 
elastic member 20. thereby causing z-direction bulking 
of the permanently elongated substrates 28.30 between 
their spaced apart points of securement to the longitudi- 
nal strands 22 of the elastic member in a direction sub- 
stantially perpendicular to the direction of stretching. 
The cross-section of the resultant elastic composite 
web of Ness shown in Figure 9 is generally similar to 
that of the "zero strain" stretch laminate web shown in 
Figure 4 of the aforementioned Harwood patent. 

In addition to the foregoing "zero strain" stretch lam- 
inate web embodiments, Figures 9-12 of the Ness pat- 
ent disclose the use of the elastic composite materials 
to provide extensible legband portions 136.137 and 
extensible waistband portions 138.139 along the 
opposed side edges and ends, respectively, of a dispos- 
able diaper. Such elastic composite materials may be 
incorporated into garments or bandages during manu- 
facture and may, if desired, be stretched to provide sub- 
sequent elastic extensibility in the direction of initial 
stretching. According to Ness, the latter stretching oper- 
ation may either be performed by the end user or applier 
of the product as it is being applied or it may be 
stretched during the manufacturing process. 

An automated method for stretching a laminate web 
comprising a reticulated elastic 210 heat sealed to a 
pair of opposing plastic film layers 214,216 is disclosed 
in Figure 14 of Ness. In the disclosed embodiment, the 
three layers comprising the composite are fed into a nip 
formed between a pair of smooth, heated, counter-rotat- 
ing rolls 224,226 to heat seal the reticulated elastic to 
the two layers of film 214,216 to form a heat sealed 
three-layer composite 228. The heat sealed composite 
228 is then fed into the nip formed between a second 
pair of counter-rotating rolls 230,232 which may be 
cooled to ensure that the thermal bonding is "set". The 
composite web 234 emerging from the second pair of 
counter-rotating rolls 230,232 is then fed into the nip of 
a third pair of counter-rotating rolls 236,238 rotating at a 
faster peripheral speed than the second pair of counter- 
rotating rolls 230,232 to effect drafting of the composite 
web 234 between the two pairs of rolls. 

According to Ness, this drafting stretches the films 
214,216 and ruptures the heat seal bonds which were 
previously formed between the films 214,216 through 
the apertures in the reticulated elastic scrim. Stretching 
the composite with elastic in the longitudinal direction 
may also, according to Ness, rupture the seal between 
the longitudinal strands and the f ilm(s), leaving only the 
transverse strands bonded to the film layers 214,216. 
As the stretched composite 244 emerges from the third 
pair of counter-rotating rolls 236,238, the longitudinal or 
machine direction tension is relaxed and the composite 
244 is fed to a windup 246 that is rotating at a peripheral 
speed approximately equal to the peripheral speed of 
the second pair of counter-rotating rolls 230 and 232. 

While stretching a laminate web by applying ten- 
sion to widely separated points of support, e.g., first roll 
pair 230,232 and second roll pair 236.238, does serve 



to permanently elongate the substantially inelastic film 
plies 21 4,21 6, Applicants have learned that the uniform- 
ity of elongation in such a "zero strain" stretch laminate 
web, as measured along the unsupported portion of the 

5 composite web 234, decreases as the distance 
between the first roll pair 230,232 and the second roll 
pair 236,238 increases. For any given distance between 
the first and second roll pairs, this nonuniformity 
becomes more pronounced as the difference in periph- 

70 eral speed between the second roll pair 236,238 and 
the first roll pair 230,232 increases, i.e., as the compos- 
ite web 234 undergoes a greater degree of stretching. 

Applicants have further learned that these nonuni- 
formity problems can be avoided or at least minimized 

is by following one of the specific suggestions set forth in 
the aforementioned commonly assigned Sisson pat- 
ents. Namely, to incrementally stretch the "zero strain" 
stretch laminate material by passing it through an incre- 
mental stretching system, such as the nip formed 

20 between a pair of meshing corrugated rolls which have 
an axis of rotation substantially perpendicular to the 
direction of web travel. The meshing corrugated rolls 
support the laminate web at plural closely spaced apart 
locations corresponding to the width of the corrugations 

25 during the stretching operation. This causes substan- 
tially uniform incremental stretching of each unsup- 
ported segment of the web between adjacent support 
points rather than highly localized stretching as often 
occurs when only the outermost extremities of the web 

30 are subjected to tension. 

Sisson's suggestion to incrementally stretch a "zero 
strain" stretch laminate material by passing it between 
corrugated rolls to impart elastic extensibility thereto 
has also been followed by at least one subsequent 

35 worker in the art. See, for example, U.S. Patent 
4,834,741 issued to Sabee on May 30, 1989. corre- 
sponding to EP-A-0 396 800. 

EP-A-0 396 800 discloses a method comprising the 
steps appearing in the pre-characterizing part of claim 

40 1. 

Sabee, like Ness, discloses a single use garment, 
such as a disposable diaper, employing a "zero strain" 
stretch laminate material comprising an untensioned 
elastomeric element secured between a pair of drawa- 

45 ble elements in its opposed waistband and legband por- 
tions. The elastic elements 41 shown in Figure 1 of 
Sabee are affixed in the waistband portions of the dia- 
per web while in a substantially relaxed condition to a 
drawaWe topsheet web, a drawable backsheet web or 

so both. The bonding configuration employed by Sabee 
may be either intermittent, as by passing the laminate 
material through a pressure nip formed between two 
rolls, one of which is heated and contains a plurality of 
raised points on its surface, or continuous, as by depos- 

55 iting a thin band of viscoelastic hot melt pressure sensi- 
tive adhesive onto one of the webs and thereafter 
pressing the hot mert pressure sensitive adhesive to the 
other web by passing the laminate through a pressure 
nip formed between a pair of smooth surfaced rolls. 
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Regardless of which bonding configuration is 
employed, the portions of the diaper web containing 
elastic web elements 41 are thereafter laterally 
stretched in the cross-machine direction by the meshing 
corrugations on pairs of conugated rolls 31, as gener- 
ally shown in Sabee's Figures 5 and 6. Simultaneously 
the coinciding portions of the drawable topsheet and 
backsheet webs in the area of elastic element attach- 
ment are incrementally stretched and drawn to impart a 
permanent elongation and molecular orientation thereto 
in the cross-machine direction. Because corrugated 
rolls 31 have their meshing corrugations aligned sub- 
stantially parallel to the machine direction, incremental 
stretching of the web takes place in the cross-machine 
direction. Accordingly, the fully processed waistband 
portions of Sabee's diaper web are thereafter elasticaliy 
extensible in the cross-machine direction, at least up to 
the point of initial stretching. 

A similar machine direction stretching operation is 
preferably carried out with respect to the opposed leg- 
bands, which include untensioned elastic elements 42, 
by passing the diaper web of Sabee between another 
pair of meshing corrugated rolls 89, as generally shown 
in Figures 12 and 13. Because corrugated rolls 89 have 
their meshing corrugations aligned substantially parallel 
to the cross-machine direction, incremental stretching 
of the web takes place in the machine direction. Accord- 
ingly, the legband portions of Sabee's diaper web are 
thereafter elasticaliy extensible in the machine direction, 
at least to the point of initial stretching. 

While Applicants have confirmed that Sisson's sug- 
gestion to use corrugated rolls to incrementally stretch a 
"zero strain" stretch laminate web works reasonably 
well when large portions or the entire surface of the web 
are subjected to treatment, unexpected problems have 
been encountered when only predetermined isolated 
portions of such a web are to be subjected to treatment 
or when only predetermined portions of the web com- 
prise a "zero strain" stretch laminate composite. For 
example, when only the waistband and legband por- 
tions of the diaper web shown in Figures 5, 6, 1 2 and 1 3 
of the aforementioned Sabee patent are comprised of 
"zero strain" stretch laminate material, there is a signifi- 
cant tendency for the "zero strain" portions of the diaper 
web to slip or contract in a direction parallel to the 
desired direction of stretching as they pass between the 
meshing corrugated rolls. 

Slippage or contraction of the "zero strain" portions 
of the laminate web in a direction parallel to the desired 
direction of stretching renders the incremental stretch- 
ing process less effective. In such case, the relatively 
nonelastic ply or plies to which the elastic element is 
bonded do not undergo as great a degree of elongation 
as would otherwise be the case if the laminate web 
were not allowed to undergo overall contraction in a 
direction parallel to the direction of web stretching. As a 
result, the activated or stretched portions of the result- 
ing "zero strain" stretch laminate web exhibit a lesser 
degree of shirring and elastic extensibility when the fin- 



ished articles are cut from the web and applied to or 
worn by the user. 

The aforementioned problem becomes more and 
more serious as the size of the discrete elastic elements 
5 contained within the web or the portions of the stretch 
laminate web to be incrementally stretched get smaller 
and smaller. 

OBJECTS OF THE INVENTION 

w 

Accordingly, it is an object of the present invention 
to provide improved method and apparatus for incre- 
mentally stretching "zero strain" stretch laminate webs 
in such a way as to maximize the effectiveness of the 
is incremental stretching operation. 

It is a further object of the present invention, in a 
particularly preferred embodiment, to provide such 
method and apparatus for restraining the opposed 
peripheral edge portions of a zero strain" stretch lami- 
20 nate web to prevent slippage or contraction thereof in a 
direction parallel to the direction of stretching while said 
laminate web undergoes incremental stretching inter- 
mediate said points of restraint. 

It is another object of the present invention to pro- 
ps vide highly efficient method and apparatus which will, in 
a particularly preferred embodiment, readily produce 
small, discrete, elasticized areas within a continuously 
moving "zero strain" stretch laminate web. 

30 DISCLOSURE OF THE INVENTION 

The present invention comprises improved method 
and apparatus for incrementally stretching a "zero 
strain" stretch laminate web to impart elasticity thereto 

35 in the direction of initial stretching, at least up to the 
point of initial stretching. While "zero strain" stretch lam- 
inate webs per se are well known in the art as are the 
use of meshing corrugated rolls to incrementally stretch 
such "zero strain" stretch laminate webs to impart elas- 

40 ticity thereto, Applicants have discovered that there is a 
significant tendency for the "zero strain" portions of 
such laminate webs containing the substantially unten- 
sioned elastic elements to undergo inwardly directed 
slippage or contraction in a direction parallel to the 

45 desired direction of stretching as the web is incremen- 
tally stretched by passing it between the meshing corru- 
gated rolls. Applicants have further learned that such 
inwardly directed slippage or contraction renders the 
incremental stretching process less efficient, since the 

so relatively nonelastic elongatable web or webs to which 
the elastic element is intermittently or substantially con- 
tinuously secured do not undergo as great a degree of 
elongation as would otherwise be the case if the lami- 
nate web were not allowed to undergo such inwardly 

55 directed slippage or contraction in a direction parallel to 
the direction of web stretching. 

Applicants have solved the foregoing problem by 
providing method and apparatus for restraining the 
opposed peripheral edges of at least the nonelastic 
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elongatabie web portions of the "zero strain" stretch 
laminate web during the incremental stretching process. 
In a preferred embodiment the elastic element portion 
of the "zero strain" stretch laminate web is also 
restrained during the incremental stretching process. 5 

In a particularly preferred embodiment the 
opposed peripheral edge portions of the "zero strain" 
stretch laminate web are restrained by the application of 
vacuum or by the application of clamping forces to the 
web as the web is passed between a pair of corrugated 10 
rolls having corrugations which, at least to a degree, 
mesh with one another. 

RRIEF DES CR I PTION QF THE; PRAWINQS 

15 

While the specification concludes with claims that 
particularly point out and distinctly claim the subject 
matter regarded as forming the present invention, it is 
believed that the invention will be better understood 
from the following detailed description with reference to 20 
the drawings in which: 

Figure 1 is a simplified perspective view showing 
the assembly of a web of single use diapers, each 
having elastomeric patches secured thereto at reg- zs 
ularly spaced locations along its length, said web 
being subjected to an incremental stretching proc- 
ess using meshing corrugated rolls in the areas 
coinciding with the elastomeric patches, said web 
also being cut at predetermined points along its 30 
length to form a multiplicity of single use diapers, 
each having at least one pair of laterally stretchable 
side panels; 

Figure 2 is a simplified perspective view of a partic- 
ularly preferred embodiment of the present inven- 35 
tion, said embodiment employing a vacuum web 
restraint system; 

Figure 2A is a simplified view taken along view line 
2A-2A in Figure 2 and showing the manner in which 
idler rolls are used to cause the diaper web to wrap 40 
the lowermost corrugated rolls; 
Figure 2B is a highly enlarged view taken at the 
inset 2B shown in Figure 2, said view showing the 
degree of meshing of the corrugated rolls with one 
another as the "zero strain" stretch laminate portion 45 
of the diaper web passes therebetween; 
Figures 3 and 4 are simplified perspective views 
showing alternative web restraint systems of the 
present invention which may be used during the 
incremental stretching process disclosed herein; so 
Figure 3A is a highly enlarged simplified cross-sec- 
tional view taken at inset 3A shown in Figure 3 
along a centerline connecting uppermost corru- 
gated rolls 25 and lowermost corrugated roils 21 ; 
Figure 4A is a highly enlarged simplified cross-sec- ss 
tional view taken at inset 4A shown in Figure 4 
along a centerline connecting uppermost corru- 
gated rolls 25 and lowermost corrugated rolls 21 ; 
Figure 4B is a highly enlarged simplified cross-sec- 



tional view of an intermittently bonded "zero strain" 
stretch laminate web of the present invention after 
the web has passed through a corrugated roll nip of 
the type shown in Figure 4A; 
Figure 4C is a highly enlarged simplified cross-sec- 
tional view of a substantially continuously bonded 
"zero strain" stretch laminate web of the present 
invention after the web has passed through a corru- 
gated roll nip of the type shown in Figure 4A; and 
Figure 5 is a simplified schematic illustration of an 
alternative incremental web stretching system of 
the present invention. 

DETAILED PESCRIPTIQ N QF THE PRESENT INVEN - 
TION 

ft will be readily apparent to those skilled in the art 
that although the following description of the present 
invention is in connection with a single use diaper struc- 
ture having preselected elasticized areas, the present 
invention may be practiced with equal facility and at high 
speed on nearly any continuously moving web either 
comprised entirely of or containing discrete, isolated 
"zero strain" stretch laminate portions. 

The diaper manufacturing process and the diapers, 
which are only schematically illustrated in the accompa- 
nying Drawing Figures, may, if desired, be generally 
similar to those disclosed in commonly assigned U.S. 
Patent 4,081,301 issued to Buell on March 28, 1978. 
However, the elasticized legbands of the Buell diaper 
are an option, and for clarity are not shown herein. The 
diaper web and the hourglass-shaped diapers schemat- 
ically shown in Figures 1-4A employ elasticized side 
panels in one or both sets of the ear portions of the 
hourglass. Positioning of such discrete elastomeric ele- 
ments which can be used to produce such elasticized 
side panels in at least one pair of ears is generally dis- 
closed in U.S. Patent 4,857,067 issued to Wood et al. on 
August 15, 1989. 

Referring to Figure 1 . there is shown a continuous 
web 1 comprised of a plurality of interconnected single 
use diapers 2. Each diaper is comprised of an absorb- 
ent pad element 3, a pair of elastomeric elements or 
patches 4a, which may be comprised of "live" synthetic 
or natural rubber, synthetic or natural rubber foam, elas- 
tomeric film, elastomeric nonwoven laminate, elasto- 
meric scrim or the like, secured to the webs at 
predetermined spaced locations, said absorbent pad 
and said elastomeric patches being located intermedi- 
ate a moisture-impervious backsheet 5, which is typi- 
cally comprised of an elongatabie polymeric material 
such as one mil thick polyethylene film, and a moisture- 
pervious topsheet 6, which is typically comprised of an 
elongatabie nonwoven fibrous material or an elongata- 
bie apertured polymeric film. 

Particularly preferred materials which can be used 
for elastomeric elements or patches 4a include foams 
having an elongation to break of at least about 400% 
and an extension force of about 200 grams per inch of 
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sample width at 50% extension of its unstrained length. 
Exemplary foams which have been found usable are: 
General Foam polyurethane foam No. 40310 having a 
no-load caliper or thickness of approximately 2 mm (80 
mils) and a density of approximately 0.033 g/cm 3 (2.06 5 
pounds per cubic foot), as available from General Foam 
of Paramus, New Jersey; Bridgestone SG polyurethane 
foam having a no-load caliper or thickness of approxi- 
mately 2 mm (80 mils) and a density of about 0.033 
g/cm 3 (about 2.06 pounds per cubic foot, as available w 
from Bridgestone of Yokohama, Japan; cross-linked 
natural rubber foam having a no-load caliper or thick- 
ness of approximately 1 .27 mm (50 mils) and a density 
of about 0.214 g/cm 3 (about 13.3 pounds per cubic 
foot), as available from FuHlex Inc. of Middleton, Rl; and 15 
cross-linked natural rubber foam having a no-load cali- 
per or thickness of approximately 1 .27 mm (50 mils) and 
a density of about 0.214 g/cm 3 (about 13.3 pounds per 
cubic foot), as available from Ludlow Composites Cor- 
poration of Fremont, Ohio. 20 

Particularly preferred materials for backsheet 5 
include blends comprised of about 45-90% linear low 
density polyethylene and about 10-55% polypropylene. 
If used in unembossed form, the backsheet 5 typically 
exhibits a no-load caliper or thickness of approximately 25 
0.025 mm (1 mil). If desired, the backsheet may be 
embossed to a caliper of approximately 12.8 mm (5.5 
mils) to enhance the web's handling and appearance 
characteristics. Exemplary backsheet materials which 
have been found to work are: RR8220 blend REDEM, 30 
as available from Tredegar Industries, Inc. of Terre 
Haute, Indiana; and RR5475 blend ULAB, as available 
from Tredegar Industries, Inc. of Terre Haute, Indiana. 

One particularly preferred material for moisture per- 
vious topsheet 6 comprises a hydrophobic, nonwoven 35 
carded web having a basis weight in the range of about 
18-20 grams per square yard and comprised of approx- 
imately 2.2 denier polypropylene fibers, as available 
from Veratec, Inc., a Division of International Paper 
Company, of Walpole, Massachusetts under the desig- 40 
nation P8. 

A particularly desirable aesthetic appearance 
results in the "zero strain" stretch laminate portions of 
the diaper web when the backsheet 5, the topsheet 6 or 
both are comprised of resilient three-dimensional poly- 45 
meric webs of the type generally disclosed in commonly 
assigned U.S. Patent 4,342,314 issued to Radei and 
Thompson on August 3, 1982. 

The continuous webs of backsheet material 5 and 
topsheet material 6 are preferably maintained under so 
very slight (essentially "zero strain") tension in the 
machine direction to prevent wrinkling and to facilitate 
registration with the diaper assembly and converting 
operations until the completed diaper web is severed 
into discrete diapers 2 at knife 22. 55 

The diaper web forming operation is illustrated only 
schematically in Figure 1. The absorbent pad segments 
3 are fed into the nip between a pair of combining or 
laminating rolls 15 at regularly spaced, predetermined 



intervals. In a particularly preferred embodiment, the 
absorbent pad segments 3 are preferably comprised of 
airfelt confined within a cellulosic tissue envelope to pro- 
vide pad integrity in use. 

As has been pointed out earlier herein, "zero strain" 
stretch laminate webs of the present invention may be 
produced utilizing either an intermittent bonding config- 
uration or a substantially continuous bonding configura- 
tion. The intermittent bonding configuration is normally 
desirable in those situations where the substantially ine- 
lastic webs in the laminate are relatively elongatable or 
drawable without rupture and where a high degree of z- 
direction bulking is desired in the finished laminate. 

Conversely, a continuous bonding configuration has 
generally been found desirable where the degree of z- 
direction bulking is not of prime importance and one or 
more of the relatively inelastic webs in the laminate is 
difficult to elongate or draw without causing rupture. In 
the latter situation, a substantially continuous bonding 
configuration maintains all of the layers of the laminate 
in relatively close adherence to one another after the 
incremental stretching operation. Accordingly, even if 
one or more of the relatively inelastic webs is damaged 
to the point of rupture during the incremental stretching 
operation, the relatively close adherence of the dam- 
aged portions of the relatively inelastic web or webs to 
the elastomeric ply makes it difficult for the end user to 
perceive that any damage has occurred. Provided rup- 
ture of the relatively inelastic web or webs does not 
defeat the web's intended functionality, e.g.. f luid-imper- 
viousness, the damage which does occur to the rela- 
tively inelastic web or webs during the incremental 
stretching operation is not perceived as a negative in 
the end product. 

Thus, an unexpected benefit which results from the 
use of a continuous bonding configuration in particularly 
preferred "zero strain" stretch laminate webs of the 
present invention is that it permits the manufacturer of 
the elasticized article to select from a much wider range 
of relatively inelastic webs which may be successfully 
employed in laminates of the present invention. In 
essence, it permits the use of relatively inelastic webs 
which would not normally be considered drawable to 
any appreciable extent in "zero strain" stretch laminate 
webs of the present invention. Accordingly, unless 
expressly stated otherwise, the term "drawable" as used 
in the present specification and claims, is not intended 
to exclude relatively inelastic webs which undergo a 
degree of thinning or damage during the incremental 
stretching operation. 

As can be seen in the embodiment of Figure 1 , the 
continuous web of moisture-impervious elongatable 
backsheet material is directed in close proximity to a 
glue applicator 10. If an intermittently bonded laminate 
web is desired in order to maximize the degree of z- 
direction bulking in the finished product, the glue appli- 
cator 10 may be used to apply discrete, spaced apart 
spots of adhesive in these predetermined areas of 
backsheet 5 where the substantially untensioned elas- 
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tomeric patches 4a will be placed. 

Alternatively; if a substantially continuously bonded 
laminate web is desired, the glue applicator 10 may be 
used to apply a substantially uniform and continuous 
application of adhesive 10a to the backsheet 5 in those s 
predetermined areas where the substantially unten- 
sioned eJastomeric patches 4a will be placed. In a par- 
ticularly preferred embodiment of the latter type, the 
adhesive selected is stretchable and the glue applicator 
10 comprises a melt blown applicating system. io 

One such melt blown adhesive applicating system 
which Applicants have found particularly well suited for 
producing a substantially continuously bonded "zero 
strain** stretch laminate web of the present invention is a 
melt blown spray applicator Model No. GM-50-2-1-GH, 15 
as available from J&M Laboratories of Gainesville, 
Georgia. The latter system employs a nozzle having 
about 8 orifices per cm (20 orifices per lineal inch), as 
measured in the cross-machine direction, each orifice 
measuring approximately 0.5 mm (0.020 inches) in 20 
diameter. A Findley H-2176 Hot Melt Adhesive, as avail- 
able from Findley Adhesives of Findley, Ohio is prefera- 
bly heated to a temperature of approximately 145°C 
(340°F) and applied to the backsheet 5 at a rate of 
approximately 1 . 1 6-1 .55 mg/cm 2 (7.5-1 0 milligrams per 25 
square inch). Heated compressed air at a temperature 
of approximately 185°C (425°F) and a pressure of 
approximately 345 kPa (50 psig) is issued through the 
secondary orifices in the adhesive nozzle to assist in 
uniformly distributing the adhesive fibrils during the lay- 30 
down operation. 

The intimate contact of the hot glue substantially 
shown as 10a in Figure 1 with the backsheet web 5 for 
the time which passes prior to incremental stretching of 
the resultant "zero strain" stretch laminate portion of the 35 
diaper web provides softening of the backsheet. For 
some webs, such as conventional polyethylene back- 
sheet material, this softening has been found beneficial 
in minimizing damage to the backsheet during the incre- 
mental web stretching process. This may be particularly 40 
important in situations where the web in question 
imparts some function, e.g., fluid- imperviousness, to 
the finished article being produced. 

Alternatively, the components comprising the "zero 
strain" portions of the diaper web may be intermittently 45 
or continuously bonded to one another using unheated 
adhesive, heat bonding, pressure bonding, ultrasonic 
bonding, etc. In such instances, thermal energy may, if 
desired, be applied to the backsheet web 5 by other 
means well known to those skilled in the art. e.g., radi- so 
ant heaters (not shown), hot air blasts (not shown), etc., 
to achieve a similar result. 

Two rolls of elastomeric material 4 are fed under 
very slight (essentially "zero strain") tension at a speed 
which provides the desired length of elastomeric patch 55 
4a per diaper onto an anvil roll 1 1 equipped with vac- 
uum hold down ports (not shown) at its periphery. Knife 
12 makes one cut per diaper and the substantially 
untensioned elastomeric patches 4a travel with anvil roll 



1 1 secured to its periphery by vacuum until they reach 
transfer point 13. At point 13 the elastomeric patches 4a 
are transferred to predetermined portions of the back- 
sheet web 5 coinciding with adhesive 10a preferably by 
high pressure air blasts. The transfer is sequential and 
the surface speed of the vacuum equipped anvil roll 1 1 
and backsheet web 5 are essentially equal. 

The backsheet web 5 with elastomeric patches 4a 
attached thereto at predetermined points along its 
length is then directed to the pair of laminating or com- 
bining rolls 15. 

A continuous web of a moisture-pervious topsheet 
material 6, such as an elortgataWe fibrous nonwoven 
web. is directed in close proximity to a second glue 
applicator 14 where a pattern of adhesive 14a sized to 
substantially match the dimensions and locations of the 
elastomeric patches 4a on backsheet web 5 is prefera- 
bly applied. As with the backsheet material 5, the pat- 
tern of adhesive applied to the topsheet material 6 may 
be either intermittent or substantially continuous, 
depending upon the properties of the topsheet material 
6 and the characteristics desired in the resultant "zero 
strain" stretch laminate web. If desired, adhesive appli- 
cator 14 may be identical to adhesive applicator 10. 

The backsheet web 5 and topsheet web 6 and the 
absorbent pads 3 are brought into contact with one 
another at combining rolls 1 5. Just prior to the webs and 
pads coming into contact with one another, additional 
adhesive is preferably applied to one or both webs by 
means which are, for clarity, not shown in Figure 1 . TTie 
latter adhesive secures predetermined portions of the 
backsheet. the topsheet and the absorbent pad to one 
another to form the diaper web 1 . 

The fully assembled diaper web 1 thereafter prefer- 
ably proceeds through a pair of bond setting rolls 16. 
which may require chilling to minimize glue bleed 
through. 

The fully assembled diaper web 1 is then directed 
through an incremental web stretching system of the 
present invention, which is shown only schematically as 
20 in Figure 1. Details of a particularly preferred incre- 
mental web stretching system of the present invention 
which can be employed as system 20 are set forth in 
Figure 2. 

Referring to Figure 2, timing of the diaper web 1 
containing substantially untensioned elastomeric 
patches 4a is such that the substantially untensioned 
elastomeric patches 4a contained within the diaper web 
substantially coincide with the corrugated or grooved 
segments 24 contained on uppermost corrugated rolls 
25 as the diaper web 1 passes between the segments 
24 of uppermost corrugated rolls 25 and the continu- 
ously corrugated or grooved lowermost corrugated rolls 
21. If desired, the grooved segments 24 may be of 
greater overall length than the elastomeric patches 4a, 
as measured in the machine direction, so as to impart a 
degree of extensibility to those portions of the topsheet 
and backsheet which are adjacent the elastomeric 
patches 4a in the finished diaper. 
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While the exact configuration, spacing and depth of 
the complementary grooves on the uppermost and low- 
ermost corrugated rolls will vary, depending upon such 
factors as the amount of elasticity desired in the "zero 
strain" stretch laminate portion of the fully processed 
web, a peak-to-peak groove pitch of approximately 3.8 
mm 0.150 inches, an included angle of approximately 
12° as measure at the peak, and a peak-to-valley 
groove depth of approximately 7.6 mm (0.300 inches) 
have been employed in a particularly preferred embodi- 
ment of the present invention. The exterior peak of each 
corrugation on the aforementioned corrugated rolls typ- 
ically exhibits a radius of approximately 0.25 mm (0.010 
inches), while the internal groove formed between adja- 
cent corrugations typically exhibits a radius of approxi- 
mately 1 mm (0.040 inches). When the corrugated rolls 
are adjusted so that their opposing peaks overlap one 
another to a depth between about 3.8 mm (0.150 
inches) and about 4.4 mm (0.175 inches), good elastic 
characteristics have been produced in a laminate web 
of the present invention comprised of 2 mm (80 mil) 
thick elastomeric polyurethane foam patches 4a sub- 
stantially continuously bonded on their opposed sur- 
faces to a one mil thick moisture impervious polymeric 
backsheet 5 and a hydrophobic nonwoven topsheet 6 
having a basis weight in the range of about 15 to 16.7 
g/m 2 (18 to 20 grams per square yard) and comprised of 
approximately 2.2 denier polypropylene fibers. 

The degree of overlap of the opposing peaks on the 
aforementioned corrugated rolls may of course be 
adjusted, as desired, to produce more or less extensibil- 
ity in the resultant "zero strain" stretch laminate portion 
of the web. For the aforementioned roll geometry and 
laminate web construction, peak-to-peak overlap 
depths ranging from as little as about 1 .27 mm (0.050 
inches) to as much as about 5.71 mm (0.225 inches) 
are feasible. 

As can be seen from Figure 2A, the diaper web 1 is 
caused by idler rolls 72,74 to wrap the lowermost corru- 
gated rolls 21 sufficiently to cover the active vacuum 
ports 22 located immediately adjacent each continuous 
set of grooves 23 on lowermost rolls 21 . The vacuum 
ports 22, which are positioned so as to substantially 
coincide with the grooved segments 24 on uppermost 
corrugated rolls 25, are internally connected through 
rolls 21 to a pair of vacuum manifolds 26 which exert 
suction against the diaper web 1 as the diaper web is 
acted upon by the grooved segments 24 of uppermost 
corrugated rolls 25. 

To minimize build up of either the adhesive used to 
secure the untensioned elastomeric patches 4a to the 
fluid-pervious topsheet web 6 and the fluid-impervious 
backsheet web 5 or the adhesive used to secure the 
coinciding portions of the topsheet web and the back- 
sheet web to one another, the grooved segments 24 on 
uppermost rolls 25 and the continuous grooves 23 on 
lowermost rolls 21 are preferably either comprised of a 
low friction material, such as Teflon, or coated with a 
self-lubricating low friction material such as Permalon 



No. 503 spray coating, as available from Micro Surface 
Corporation of Morris, Illinois. 

The vacuum ports 22 on lowermost rolls 21 are 
preferably covered by a porous material, such as 2.29 

5 mm (0.090") mesh honeycomb 44, to provide support to 
the portions of the diaper web 1 acted upon by the vac- 
uum and to provide a good gripping surface against the 
web so as to substantially prevent lateral slippage or 
movement of the web across the honeycomb surface 

10 whenever the web is acted upon by vacuum. 

Under optimum circumstances, the maximum 
degree of incremental stretching which can be imparted 
to the "zero strain" portions of the diaper web 1 contain- 
ing elastomeric patches 4a is determined by the depth 

is of engagement between the grooves on segments 24 of 
uppermost corrugated rolls 25 and the continuous 
grooves 23 on lowermost corrugated rolls 21 . However, 
Applicants have discovered that unless the stretch lam- 
inate web is substantially prevented from slipping or 

20 contracting in a direction substantially parallel to the 
direction of web stretching as it passes between the 
meshing corrugated rolls, the optimum degree of incre- 
mental stretching is not realized. Therefore, in its most 
preferred form, the incremental web stretching opera- 

25 tion of the present invention is carried out while the out- 
ermost portions of all of three layers comprising the 
"zero strain" stretch laminate composite are subjected 
to restraint, as generally shown in the cross-section of 
Figure 2B, to substantially prevent the "zero strain" 

30 stretch laminate portions of the diaper web from slipping 
or contracting in a direction parallel to the desired direc- 
tion of stretching as it passes between the sets of 
sequentially positioned meshing corrugated rolls. 
However, the present invention may also, if desired, 

35 be practiced to advantage by restraining only the elon- 
gatable ordrawable layer or layers of the composite, i.e., 
it is not an absolute requirement that the outermost por- 
tions of the elastomeric elements 4a also be restrained 
during the incremental stretching operation. In the latter 

40 instance, the elongatabie or drawable layer or layers are 
still permanently elongated during the incremental 
stretching process, but the z-direction bulking in the 
resultant "zero strain" stretch laminate web may be 
somewhat less pronounced when the stretching tension 

45 is removed. This is due to the fact that the elastomeric 
layer undergoes a lesser degree of initial stretching dur- 
ing such a process. Accordingly, it can only undergo this 
same amount of retraction when it returns to its undis- 
torted configuration. 

so A "zero strain" stretch laminate embodiment of the 
aforementioned type may also exhibit some degree of 
disproportionate straining in the elongatabie web or 
webs in the areas immediately adjacent the opposed 
edges of the elastomeric elements 4a. in the case of an 

55 opaque polymeric backsheet web which is normally 
employed as a fluid-impervious barrier on a diaper, 
these disproportionately strained portions can become 
sufficiently thinned that they may even appear transpar- 
ent despite the fact no rupture has taken place. In such 
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instances the functionality, e.g.. the fluid-impervious- 
ness, of the "zero strain" stretch laminate portions of the 
diaper web is not impaired. Embodiments of the latter 
type are normally employed in situations where the aes- 
thetic appearance of the "zero strain" stretch laminate 5 
portion of the resultant article is either hidden from view 
by the design or configuration of the article or, if visible, 
is of no concern to the user of the article. 

In still another embodiment of the present invention 
even rupture of one or more of the elongatable nonelas- 10 
tic webs may not render the resultant "zero strain" 
stretch laminate web unacceptable for its intended pur- 
pose, e.g., rupture of the backsheet web 5 does not 
necessarily destroy the laminate web's functionality for 
its intended purpose as long as one of the other plies in is 
the laminate web provides the desired function in the 
finished article. For example, some degree of rupturing 
in the elongatable backsheet web 5 will not destroy the 
f lukJ-imperviousness of the resultant disposable diaper 
web if the elastomeric patches 4a are comprised of a 20 
fluid-impervious material. This is particularly true with 
respect to those "zero strain" stretch laminate web 
embodiments employing substantially continuous bond- 
ing between the plies in question, since relatively close 
adherence of the plies to one another after incremental 25 
stretching renders such ply damage difficult to detect by 
the end user of the article. 

Because the diaper web 1 shown in Figures 1-2B is 
substantially impervious to the passage of air by virtue 
of the presence of the uppermost moisture-impervious 30 
backsheet web 5, vacuum ports 22 covered by porous 
honeycomb material 44 can, if desired, be employed 
immediately adjacent each set of machine direction ori- 
ented grooves 23 in lowermost corrugated rolls 21. If 
the elastomeric patches 4a are sufficiently pervious to ss 
the passage of air, the suction forces generated by the 
vacuum will pass through the fluid-pervious topsheet 
web 6 and the elastomeric patches so as to tightly grip 
the overlying portions of the backsheet 5. In this 
instance, all three layers comprising the "zero strain" 40 
stretch laminate portions of the diaper web will be 
restrained during the incremental stretching operation. 

If the elastomeric patches 4a were not substantially 
pervious to the passage of air, it would be necessary to 
either (a) position the vacuum ports 22 and the overly- 45 
ing honeycomb material 44 just outside the opposed 
edges of the elastomeric patches 4a so that suction 
forces could be exerted on the fluid-impervious drawa- 
ble backsheet web 5 through the fluid-pervious elongat- 
able topsheet web 6; or (b) restrain all three layers so 
comprising the "zero strain" stretch laminate portions of 
the diaper web by means of suitable clamping appara- 
tus capable of acting upon the opposed surfaces of the 
diaper web 1. Such apparatus are subsequently dis- 
closed herein. 55 

The suction forces applied to the diaper web 1 
shown in Figures 1-2B by vacuum ports 22 acting 
through porous honeycomb material 44 substantially 
prevent those portions of the diaper web containing 



substantially untensioned elastomeric patches 4a from 
slipping or contracting in a laterally inward direction as 
they pass between the meshing portions of the continu- 
ous grooves 23 on lowermost corrugated rolls 21 and 
the grooved segments 24 on uppermost corrugated 
rolls 25. 

Because the "zero strain" stretch laminate portions 
of the diaper web 1 containing elastomeric patches 4a 
are laterally restrained throughout the sequential web 
stretching operation, all portions of the "zero strain" 
stretch laminate web located intermediate the outer- 
most points of restraint are subject to substantially uni- 
form incremental stretching as the web passes between 
the continuous grooves 23 on lowermost corrugated 
rolls 21 and the meshing portions of the grooved seg- 
ments 24 on uppermost corrugated rolls 25. 

This not only maximizes the effectiveness of the 
incremental web stretching operation by forcing the 
elongatable topsheet and backsheet webs secured to 
the elastomeric patches 4a to undergo the fullest possi- 
ble degree of elongation during the stretching operation, 
but also substantially prevents disproportionately high 
straining of the topsheet and/or backsheet webs to 
which they are secured in the areas immediately adja- 
cent the opposed peripheral edge portions of the elas- 
tomeric patches. 

Figure 3 discloses an alternative incremental web 
stretching system of the present invention which can be 
employed as system 20 shown schematically in Figure 
1. In the incremental web stretching system shown in 
Rgure 3 a pair of resiliency compressible disks 40 are 
mounted adjacent each side of the grooved segments 
24 of uppermost corrugated rolls 25. The compressible 
disks 40 are of a large enough diameter that they tightly 
grip the diaper web 1 and hold it securely against the 
coinciding non-grooved portions of the lowermost corru- 
gated rolls 21, as generally shown in the cross-section 
of Figure 3A. Like the vacuum ports 22 and porous hon- 
eycomb material 44 in the embodiment of Rgure 2, the 
clamping effect created by compressible disks 40 and 
the coinciding non-grooved portions of lowermost rolls 
21 substantially prevents the portion of the diaper web 
containing elastomeric patches 4a from contracting in a 
direction parallel to the direction of stretching as the 
web passes between the meshing corrugated rolls. The 
Figure 3 embodiment of the present invention can be 
used with equal efficiency on laminate structures com- 
prised of webs which are either pervious or impervious 
to the passage of air. 

Rgure 4 discloses still another incremental web 
stretching system of the present invention which may be 
employed as system 20 shown schematically in Rgure 
1 . In the Rgure 4 embodiment the vacuum ports 22 of 
the Figure 2 embodiment and the compressible disks 40 
of the Rgure 3 embodiment are replaced by pairs of 
continuous belts 50 which travel about idler rolls 
72,74,76,78 at the same peripheral speed as lowermost 
corrugated rolls 21 and which are maintained under a 
degree of tension sufficient to prevent lateral movement 
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of that portion of the diaper web 1 containing elasto- 
meric patches 4a as it passes between grooved seg- 
ments 24 on uppermost corrugated roils 25 and the 
continuous grooves 23 on lowermost corrugated roils 
21 . The cross-section of Figure 4A reveals the clamping 5 
action imposed upon the "zero strain" stretch laminate 
portions of the diaper web 1 by the belts 50. The Figure 
4 embodiment of the present invention can also be used 
with equal facility on laminate structures comprised of 
webs which are either pervious or impervious to the w 
passage of air. 

The cross-section of Figure 4B reveals the condi- 
tion of an untensioned intermittently bonded "zero 
strain" stretch laminate web of the present invention, as 
viewed at a point corresponding to its greatest degree of is 
incremental stretching, while the cross-section of Figure 
4C reveals the condition of an otherwise identical unten- 
sioned substantially continuously bonded "zero strain" 
stretch laminate web of the present invention, as viewed 
at a point corresponding to its greatest degree of incre- 20 
mental stretching. Although both webs are elastically 
extensible in the direction of initial stretching, at least up 
to the point of initial stretching, the intermittently bonded 
"zero strain" stretch laminate web shown in Figure 4B 
exhibits a much greater degree of z-direction bulking. 25 

As will be appreciated by those skilled in the art, the 
foregoing restraint methods may be employed either 
individually or in combination with one another to pro- 
duce the benefits herein described in the resultant "zero 
strain" stretch laminate portions of the resultant diaper 30 
web 1. . 

Following the incremental stretching operation 
shown schematically as 20 in Figure 1, the fully assem- 
bled diaper web 1 is preferably passed through a side 
notching apparatus shown schematically as 60, wherein 35 
notches intended to coincide with the wearer's legs are 
cut from the lateral edge portions of the fully assembled 
diaper web. 

Finally, the diaper web 1 is cut at predetermined 
locations along its length by means of knife 22 to pro- 40 
duce hourglass-shaped single use diapers having at 
least one pair of side panels which are elastically exten- 
sible in a direction substantially parallel to the diaper's 
waistband, at least up to the point of initial stretching. 

From the description contained herein, it is clear 45 
that the improved method and apparatus of the present 
invention may be employed to advantage to produce a 
wide range of elasticized articles either comprised 
entirely of or including one or more discrete, isolated 
"zero strain" stretch laminate web portions. so 

it is also recognized that while a pair of meshing 
corrugated rolls having their corrugations aligned sub- 
stantially parallel to one another are disclosed in the 
accompanying Drawing Figures, the present invention 
may be practiced with equal facility employing pairs of ss 
corrugated rolls wherein the corrugations are not all ori- 
ented parallel to one another. Furthermore, the corruga- 
tions on such pairs of corrugated rolls need not 
necessarily be aligned parallel to either the machine or 



the cross-machine direction. For example, if a curvilin- 
ear waistband or legband portion is desired in a single 
use diaper constructed using the "zero strain" stretch 
laminate technology herein disclosed, the meshing 
teeth on the pairs of corrugated rolls employed to incre- 
mentally stretch the "zero strain" portions of the diaper 
web may be arrayed in the desired curvilinear configura- 
tion to produce elasticity along the desired curvilinear 
contour rather than in a straight line. 

It is further recognized that while the preferred proc- 
esses herein disclosed employ meshing cylindrical cor- 
rugated rolls, the web restraint principles which are 
critical to the practice of the present invention may also 
be carried out utilizing an intermittent stamping opera- 
tion employing meshing platens to incrementally stretch 
the "zero strain" stretch laminate portions of the web or 
article in question. In the latter instance, the only 
requirement is that the portions of the "zero strain" 
stretch laminate web to be incrementally stretched be 
adequately restrained by suitable vacuum or clamping 
means before the meshing platens are able to exert 
enough force on the web to cause slippage or contrac- 
tion in a direction parallel to the direction of stretching. 

Such an intermittent stamping operation is illus- 
trated schematically in Figure 5. The diaper web 101 
therein disclosed comprises a fluid-pervious topsheet 6, 
a fluid-impervious backsheet 5. absorbent pads 3 and 
substantially untensioned elastomeric patches 110 and 
120 which form "zero strain" stretch laminate waistband 
portions 210 and curvilinear "zero strain" stretch lami- 
nate legband portions 220. respectively, in the diaper 
web. 

The diaper web 101 is passed between a pair of 
meshing platens. The bottom platen 440, which 
includes curvilinear teeth 520 for incrementally stretch- 
ing the legband portions of the diaper web and straight 
teeth 510 for incrementally stretching the waistband 
portions of the diaper web is engaged, with diaper web 
101 supported thereon, by an uppermost meshing 
platen 400 having toothed sections complementary to 
those on bottom platen 440. 

To ensure that the maximum degree of incremental 
web stretching is achieved, the toothed segments 
510,520 on lowermost platen 440 are preferably sur- 
rounded by resiliency deformable windows 610,620 
which contact and clamp the "zero strain" stretch lami- 
nate portions 210,220 of the diaper web 1 01 about their 
periphery against a corresponding set of non-deforma- 
ble windows 710,720 surrounding the complementary 
teeth on uppermost platen 400. This clamping action 
prevents contraction of the "zero strain" stretch laminate 
portions of the web in a direction substantially parallel to 
the direction of stretching during the incremental 
stretching operations performed on the set of meshing 
platens. The resiliently deformable windows 610,620 
must, of course, deform sufficiently to permit the desired 
degree of meshing between the opposing teeth on plat- 
ens 400 and 440 during the incremental stretching 
operation. 
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Alternatively, those "zero strain" stretch laminate 
portions 210,220 of the diaper web 101 to be incremen- 
tally stretched may be restrained by suitable vacuum 
means (not shown) surrounding the toothed segments 
51 0.520 on lowermost platen 440 before the uppermost 5 
meshing platen 400 is able to exert enough force on the 
"zero strain" stretch laminate portions of the diaper web 
to cause contraction thereof in a direction parallel to the 
direction of stretching. 

While the present invention has been described pri- 10 
marily in the context of providing elasticized ears or 
elasticized waistbands and/or legbands in a single use 
diaper web, it is recognized that the present invention 
may also be practiced to advantage in many other appli- 
cations and environments. It will be obvious to those is 
skilled in the art that various changes and modifications 
can be made without departing from the scope of the 
invention, and it is intended to cover in the appended 
claims all such modifications that are within the scope of 
this invention. 20 

Claims 

1. An improved method for incrementally stretching a 
zero strain stretch laminate web (1) to impart elas- 25 
ticrty thereto in the direction of stretching, at least 
up to the point of initial stretching, said method 
comprising the steps of: 

a) feeding a zero strain stretch laminate web 30 
(1) comprising a substantially untensioned first 
elastomeric ply (4a) substantially continuously 

or intermittently secured to a substantially 
untensioned second ply (5, 6) comprising a 
continuous web which is elongatable, but which 35 
exhibits less elastic recovery than said first ply, 
between a pair of opposed pressure applica- 
tors (21, 25, 400, 440) having three-dimen- 
sional surfaces (23, 24, 510, 520) which at 
least to a degree are complementary to one 40 
another; 

b) subjecting portions (210, 220) of said zero 
strain stretch laminate web to incremental 
stretching by causing said opposed three- 45 
dimensional surfaces (23, 24, 510, 520) of said 
pressure applicators (21 , 25. 400, 440) to mesh 
with one another at least to a degree, whereby 
said second elongatable ply (5, 6) is perma- 
nently elongated by said incremental stretching so 
so that said laminate web (1) is elastically 
extensible in the direction of initial stretching, at 
least up to the point of initial stretching, once 
the initial incremental stretching forces are 
removed from said zero strain stretch laminate 55 
web. the width of the laminate web (1) meas- 
ured in the direction of stretching being sub- 
stantially the same as before said initial 
stretching is applied once the incremental 



stretching forces are removed from said zero 
strain stretch laminate web (1). characterised 
in that the method further comprises the step 
of: 

c) restraining opposed peripheral edge por- 
tions of said second elongatable ply (5, 6) adja- 
cent the portion (210, 220) of said zero strain 
stretch laminate web to be incrementally 
stretched to substantially prevent slippage or 
contraction thereof in a direction substantially 
parallel to the direction of stretching. 

2. A method according to claim 1 wherein the zero 
strain stretch laminate (1) is continuously moved, 
said method comprising the steps of: 

a) continuously feeding the zero strain stretch 
laminate web (1) between a pair of opposed 
pressure applicators (21, 25, 400, 440) com- 
prising corrugated rolls (21 , 25) having an axis 
of rotation perpendicular to the direction of web 
travel, said corrugated rolls having three- 
dimensional surfaces (23. 24) comprising cor- 
rugations which at least to a degree are com- 
plementary to one another; 

b) causing said opposed three-dimensional 
surfaces (23, 24) comprising said corrugations 
on said corrugated rolls (21, 25) to mesh with 
one another at least to a degree, while said 
continuously moving zero strain stretch lami- 
nate web (1) passes therebetween; and 

c) restraining the opposed peripheral edge por- 
tions of said first elastomeric ply (4a) and said 
second elongatable ply (5, 6) adjacent the por- 
tion of said continuously moving zero strain 
stretch laminate web (1) to be incrementally 
stretched to substantially prevent slippage or 
contraction thereof in a direction substantially 
parallel to the direction of stretching. 

3. The method of Claim 1 or wherein said opposed 
pressure applicators comprise corrugated rolls (21 , 
25) having an axis of rotation substantially perpen- 
dicular to the direction of web travel and wherein 
said three-dimensional surfaces (23. 24) on said 
applicators comprise corrugations which, at least to 
a degree, mesh with one another as said zero strain 
stretch laminate web (1) passes therebetween. 

4. The method of Claim 2 or 3, wherein restraint of 
said second ply (5, 6) is carried out by applying suc- 
tion to the opposed peripheral edge portions of said 
second ply immediately adjacent the corrugations 
on at least one of said meshing corrugated rolls 
(21.25). 
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5. The method of Claim 2 or 3. wherein restraint of 
said second ply (5. 6) is carried out by resiliency 
clamping the opposed peripheral edge portions of 
said ply immediately adjacent the corrugations on 

at least one of said meshing corrugated rolls (21 , 5 
25). 

6. The method of Claim 5, wherein the opposed 
peripheral edge portions of said second ply (5. 6) 
are clamped between at least one of said meshing 10 
corrugated rolls (21) and a pair of resiliency deform- 
able disks (40) located on the other of said corru- 
gated rolls (25) throughout said incremental web 
stretching process. 

15 

7. The method of Claim 5, wherein the opposed 
peripheral edge portions of said second ply (5, 6) 
are clamped between at least one of said meshing 
corrugated rolls (21) and a pair of continuous belts 
(50) which wrap a portion of said corrugated roll 20 
(21) throughout said incremental web stretching 
process. 

8. The method of Claim 1 or Claim 2, wherein said 
incremental stretching of said zero strain stretch 25 
laminate web (1) is carried out in a direction which 

is substantially parallel to the direction of web 
travel. 

9. The method of Claim 1 or Claim 2, wherein said 30 
incremental stretching of said zero strain stretch 
laminate web (1) is carried out in a direction which 

is substantially perpendicular to the direction of 
web travel. 

35 

10. The method of Claim 1 or Claim 2. wherein said 
incremental stretching of said zero strain stretch 
laminate web (1) is carried out in a non-linear con- 
figuration. 

40 

11. The method of Claim 10, wherein said incremental 
stretching of said zero strain stretch laminate web 
(1) is carried out in a curvilinear configuration. 

12. The method of Claim 1 or Claim 2, wherein said 45 
zero strain stretch laminate web (1) further com- 
prises a third substantially untensioned ply which is 
elongatable, but which exhibits less elastic recovery 
than said first elastomeric ply, secured to the sur- 
face of said first substantially untensioned elasto- so 
meric ply which is opposite said second 
substantially untensioned ply. 

13. An improved apparatus for incrementally stretching 

a zero strain stretch laminate web (1) to impart 55 
elasticity thereto in the direction of stretching, at 
least up to the point of initial stretching, said appa- 
ratus comprising: 



a) means (15, 16, 60) for feeding a zero strain 
stretch laminate web (1) comprising a substan- 
tially untensioned first elastomeric ply (4a) sub- 
stantially continuously or intermittently secured 
to a substantially untensioned second ply (5. 6) 
comprising a continuous web which is elongat- 
able, but which exhibits less elastic recovery 
than said first ply between a pair of opposed 
pressure applicators (21, 25, 400, 440) having 
three-dimensional surfaces which at least to a 
degree are complementary to one another; 

b) means (23, 24, 510, 520) for subjecting por- 
tions of said zero strain stretch laminate web 
(1) to incremental stretching, said means for 
incrementally stretching said zero strain stretch 
laminate web comprising means for causing 
said opposed three-dimensional surfaces of 
said pressure applicators to mesh with one 
another at least to a degree, whereby said sec- 
ond elongatable ply (5. 6) is permanently elon- 
gated by said incremental stretching so that 
said laminate web (1) is elastically extensible in 
the direction of initial stretching, at least up to 
the point of initial stretching, once the initial 
incremental stretching forces are removed from 
said zero strain stretch laminate web, the width 
of the laminate web (1) measured in the direc- 
tion of stretching being substantially the same 
as before said initial stretching is applied once 
the incremental stretching forces are removed 
from said zero strain stretch laminate web (1) 
characterised in that the apparatus comprises 

c) means for restraining (22, 40, 50) the 
opposed peripheral edge portions at least said 
second elongatable ply (5, 6) adjacent the por- 
tion of said zero strain stretch laminate web (1) 
to be incrementally stretched to substantially 
prevent slippage or contraction thereof in a 
direction substantially parallel to the direction 
of stretching. 

Patentanspruche 

1. Ein verbessertes Verfahren zum schrittweisen 
Strecken einer spannungslosen StrecWaminatbahn 
(1), urn derselben in der Richtung des Streckens 
Elastizitat zu verleihen, mindestens bis zu dem 
Punkt des anfanglichen Streckens, wobei das 
genannte Verfahren fdgende Schritte umfaGt: 

a) ZufOhren einer spannungslosen StrecWami- 
natbahn (1), welche eine im wesentiichen 
ungespannte erste elastomere Lage (4a) 
umfaGt, welche im wesentiichen korttinuierlich 
Oder irttermittierend an einer im wesentiichen 
ungespannten zweite Lage (5, 6)fixiert ist. wel- 
che eine kontinuierliche Bahn umfaGt, welche 
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verlangerbar ist, welche aber weniger elasti- 
sche Ruckformung als die genannte erste Lage 
aufweist zwischen einem Paar entgegenge- 
setzter Druckapplikatoren (21, 25, 400, 440) 
mit dreidimensionalen Oberflachen (23, 24, 5 
510, 520), welche mindestens bis zu einem 
Grad komplementar zueinander sind; 

b) Unterwerfen von Abschnitten (210, 220) der 
genannten spannungslosen StrecWaminat- 10 
bahn einem schrrttweisen Strecken durch Ver- 
anlassen der genannten entgegengesetzten 
dreidimensionalen Oberflachen (23. 24, 510, 
520) der genannten Druckapplikatoren (21 , 25, 
400. 440). miteinander mindestens bis zu 15 
einem Grad ineinanderzugrerfen, wodurch die 
genannte zweite verlangerbare Lage (5. 6) 
durch das genannte schrittweise Strecken per- 
manent verlangert wird. soda 8 die genannte 
Laminatbahn (1) in der Richtung des anfangli- 20 
chen Streckens elastisch verlangerbar ist. min- 
destens bis zum Punkt des anfanglichen 
Streckens, sobald die anfanglichen schrrttwei- 
sen streckenden Krafte von der genannten 
spannungslosen StreckJaminatbahn entfernt 25 
worden sind, wobei die Brerteder Laminatbahn 

(1) gemessen in der Richtung des Streckens 
im wesentiichen die gleiche ist wie bevor das 
genannte schrittweise Strecken aufgebracht 
ist, sobald die schrrttweisen streckenden Krafte 30 
von der genannten spannungslosen StreckJa- 
minatbahn (1) entfernt worden sind, dadurch 
gekennzeichnet, daB das Verfahren weiters fbl- 
gende Schritte umfaBt: 

35 

c) Einspannen gegenuberliegender peripherer 
Randabschnitte der genannten zweiten verlan- 
gerbaren Lage (5, 6) benachbart zum 
Abschnitt (210, 220) der genannten span- 
nungslosen StreckJaminatbahn, welcher 40 
schrittweise gestreckt werden soil, urn im 
wesentiichen ein Glerten oder eine Kbntraktion 
derselben in einer Richtung im wesentiichen 
parallel zur Richtung des Streckens zu verhin- 
dern. 45 



Riffelungen umfassen, welche mindestens bis 
zu einem Grad komplementar zueinander sind; 

b) Veranlassen der genannten entgegenge- 
setzten dreidimensionalen Oberflachen (23, 
24), welche die genannten Riffelungen an den 
genannten gerrfferten Walzen (21, 25) umfas- 
sen, miteinander mindestens bis zu einem 
Grad ineinanderzugrerfen, wahrend die 
genannte sich kontinuierlich bewegende span- 
nungslose StreckJaminatbahn (1) dazwischen 
durchgeht; und 

c) Einspannen der gegenQberliegenden peri- 
pheren Randabschnitte der genannten ersten 
elastomeren Lage (4a) und der genannten 
zweiten verlangerbaren Lage (5, 6) benachbart 
zum Abschnitt der genannten sich kontinuier- 
lich bewegenden spannungslosen StrecWami- 
natbahn (1). welcher schrittweise gestreckt 
werden soil, urn im wesentiichen ein Glerten 
Oder eine Kontraktion derselben in einer Rich- 
tung im wesentiichen parallel zur Richtung des 
Streckens zu verhindern. 

3. Das Verfahren nach Anspruch 1 oder bei welchem 
die genannten entgegengesetzten Druckapplikato- 
ren gerifferte Walzen (21. 25) mit einer Rotations- 
achse im wesentiichen lotrecht zur Richtung der 
Bahnbewegung aufweisen und bei welchem die 
genannten dreidimensionalen Oberflachen (23. 24) 
an den genannten Applikatoren Riffelungen aufwei- 
sen, welche mindestens bis zu einem Grad mitein- 
ander ineinandergreifen, wenn die genannte 
spannungslose StreckJaminatbahn (1) dazwischen 
durchgeht 

4. Das Verfahren nach Anspruch 2 oder 3, bei wel- 
chem ein Einspannen der genannten zweiten Lage 
(5, 6) durch Aufbringen von Saugkraft auf die 
gegenQberliegenden peripheren Randabschnitte 
der genannten zweiten Lage unmrttelbar benach- 
bart zu den Riffelungen an mindestens einer der 
genannten ineinandergrerfenden gerrfferten Walzen 
(21 , 25) ausgefGhrt wird. 



Ein Verfahren gemaft Anspruch 1, bei welchem das 
spannungslose StrecWaminat (1) kontinuierlich 
bewegt wird. wobei das genannte Verfahren fbl- 
gende Schritte umfaBt: so 

a) kontinuierliches ZufOhren der spannungslo- 
sen StreckJaminatbahn (1) zwischen einem 
Paar entgegengesetzter Druckapplikatoren 
(21, 25, 400, 440), welche gerifferte Walzen 55 
(21, 25) mit einer Rotationsachse lotrecht zur 
Richtung der Bahnbewegung aufweisen, wobei 
die genannten gerrfferten WaJzen dreidimensio- 
nale Oberflachen (23, 24) aufweisen, welche 



5. Das Verfahren nach Anspruch 2 oder 3, bei wel- 
chem ein Einspannen der genannten zweiten Lage 
(5, 6) durch elastisches Verklammern der gegen- 
Qberliegenden peripheren Randabschnitte der 
genannten Lage unmittelbar benachbart zu den 
Riffelungen an mindestens einer der genannten 
ineinandergrerfenden geriffelten Walzen (21,25) 
ausgefOhrtwird. 

6. Das Verfahren nach Anspruch 5, bei welchem die 
gegenQberliegenden peripheren Randabschnitte 
der genannten zweiten Lage (5, 6) zwischen min- 
destens einer der genannten ineinandergreifenden 
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geriffetten Waizen (21) und einem Paar von ela- 
stisch verformbaren Scheiben (40), welche an der 
anderen der genanrtten geriffeiten Waizen (25) 
angeordnet sind, wahrend des genannten schritt- 
weisen Bahnstreckverfahrens verWammert sind. 5 

7. Das Verfahren nach Anspruch 5, bet welchem die 
gegenuberliegenden peripheren Randabschnitte 
der genannten zweiten Lage (5, 6) zwischen min- 
destens einer der genannten ineinandergreifenden 10 
geriffeiten Waizen (21) und einem Paar kontinuierli- 
cher Gurte (50) verWammert sind, welche einen 
Abschnrtt der genannten geriffeiten Walze (21) 
wahrend des genannten schrittweisen Bahnstreck- 
verfahrens umschlingen. 15 

8. Das Verfahren nach Anspruch 1 Oder 2, bei wel- 
chem das genannte schrittweise Strecken der 
genannten spannungslosen StrecWaminatbahn (1) 

in einer Richtung ausgefuhrt wird, welche im 20 
wesentlichen parallel zur Richtung der Bahnbewe- 
gung ist. 

9. Das Verfahren nach Anspruch 1 oder 2, bei wel- 
chem das genannte schrittweise Strecken der 25 
genannten spannungslosen StrecWaminatbahn (1) 

in einer Richtung ausgefuhrt wird, welche im 
wesentlichen lotrecht zur Richtung der Bahnbewe- 
gung ist. 

30 

10. Das Verfahren nach Anspruch 1 oder 2, bei wel- 
chem das genannte schrittweise Strecken der 
genannten spannungslosen StrecWaminatbahn (1) 
in einer nicht linearen Konfiguration ausgefuhrt 
wird. 35 

1 1 . Das Verfahren nach Anspruch 1 0, bei welchem das 
genannte schrittweise Strecken der genannten 
spannungslosen StrecWaminatbahn (1) in einer 
gekrummten Konfiguration ausgefOhrt wird. 40 

12. Das Verfahren nach Anspruch 1 oder 2, bei wel- 
chem die genannte spannungslose StrecWaminat- 
bahn (1) weiters eine drrtte im wesentlichen 
ungespannte Lage aufweist, welche veriangerbar 45 
ist, welche aber weniger elastische RQckfbrmung 

als die genannte erste elastomere Lage aufweist, 
welche an derjenigen Oberfiache der genannten 
erst en im wesentlichen ungespannten elastomeren 
Lage fixiert ist welche gegenuberliegend der so 
genannten zweiten im wesentlichen ungespannten 
Lage ist. 

13. Eine verbesserte Vorrichtung zum schrittweisen 
Strecken einer spannungslosen StrecWaminatbahn ss 
(1), um dieser Elastizrtdt in der Richtung des Strek- 
kens zu verleihen. mindestens bis zu dem Punkt 
des anfanglichen Streckens, wobei die genannte 
Vorrichtung umfaSt: 



a) Mittel (15. 16, 60) zum ZufQhren einer span- 
nungslosen StrecWaminatbahn (1), welche 
eine im wesentlichen ungespannte erste ela- 
stomere Lage (4a) umfaft, welche im wesentli- 
chen kontinuierlich oder intermittierend an 
einer im wesentlichen ungespannten zweiten 
Lage (5, 6) fixiert ist, welche eine kontinuierii- 
che Bahn umfaGt welche veriangerbar ist. wel- 
che aber weniger elastische Ruckformbarkeit 
als die genannte erste Lage aufweist. zwischen 
einem Paar entgegengesetzter Druckapplika- 
toren (21, 25, 400, 440) mit dreidimensionalen 
Oberfiachen, welche mindestens bis zu einem 
Grad komplementar zueinander sind; 

b) Mittel (23, 24, 510, 520) zum Unterwerfen 
von Abschnitten der genannten spannungslo- 
sen StrecWaminatbahn (1) einem schrittweisen 
Strecken, wobei die genannten Mittel zum 
schrittweisen Strecken der genannten span- 
nungslosen StrecWaminatbahn Mittel aufwei- 
sen, um die genannten entgegengesetzten 
dreidimensionalen Oberfiachen der genannten 
Druckapplikatoren zu veranlassen, mrteinan- 
der mindestens bis zu einem Grad ineinander- 
zugrerfen, wodurch die genannte zweite 
veriangerbare Lage (5, 6) durch das genannte 
schrittweise Strecken permanent veriangert 
wird. sodaG die genannte Laminatbahn (1) in 
der Richtung des anfanglichen Streckens ela- 
stisch veriangerbar ist mindestens bis zu dem 
Punkt des anfanglichen Streckens, sobald die 
anfanglichen schrittweisen streckenden Krafte 
von der genannten spannungslosen StrecWa- 
minatbahn (1) entfernt worden sind, wobei die 
Brerte der Laminatbahn (1) gemessen in der 
Richtung des Streckens im wesentlichen die 
gleiche ist wie bevor das genannte schrittweise 
Strecken aufgebracht worden ist, sobald die 
schrittweisen streckenden Krafte von der 
genannten spannungslosen StrecWaminat- 
bahn (1) entfernt worden sind, dadurch 
gekennzeichnet, da(3 die Vorrichtung umfaBt 

c) Mittel zum Einspannen (22, 40. 50) der 
gegenuberliegenden peripheren Randab- 
schnitte mindestens der genannten zweiten 
veriangerbaren Lage (5, 6) benachbart zum 
Abschnitt der genannten spannungslosen 
StrecWaminatbahn (1), welche schrittweise 
gestreckt werden soli, um im wesentlichen ein 
Gleiten oder eine Kontraktion derselben in 
einer Richtung im wesentlichen parallel zur 
Richtung des Streckens zu verhindern. 

Revendlcatlons 

1. Proc6d6 perfectionn6 pour 6tirer de facon incre- 
mentielle une bande stratrfi6e extensible a con- 
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trainte nulla (1) pour communiquer a celle-ci une 
elastibte dans la direction de Petirage, au moins 
jusqu'au point d'etirage initial, (edit procede com- 
prenant les etapes suivantes : 

5 

(a) on alimente une bande en stratifie extensi- 
ble a contrainte nulle (1) comprenant une pre- 
miere epaisseur elastomere pratiquement sans 
tension (4a) fixee pratiquement en continu ou 

de facon intermittente a une seconde epais- 10 
seur sensiblement sans tension (5, 6) consti- 
tute d'une bande continue susceptible d'etre 
ailongee mais qui presente une recuperation 
elastique inferieure a celle de ladite premiere 
epaisseur, entre une paire de dispositifs is 
d'application de pression opposes (21 , 25. 400. 
440} ayarrt des surfaces tridimensionnelles (23, 
24, 510. 520) qui sont au moins jusqu'a un cer- 
tain degre, comptementaires entre elles; 

(b) on soumet des sections (210, 220) de ladite 20 
bande en stratifie extensible a contrainte nulle 

a un etirage incrementiel en faisant en sorte 
que lesdites surfaces tridimensionnelles oppo- 
ses (23. 24, 510. 520) desdits dispositifs 
d'application de pression (21, 25, 400, 440) 25 
viennent en prise entre elles, jusqu'a un certain 
degre au moins, grace a quoi ladite seconde 
epaisseur susceptible d'etre ailongee (5. 6) est 
ailongee en permanence par ledit etirage 
incrementiel de telle sorte que ladite bande en 30 
stratifie (1) est extensible elastiquement dans 3. 
la direction de I'etirage initial, au moins 
jusqu'au point d'etirage initial, une fois que les 
forces d'etirage incrementiel initiates sont sup- 
primees de ladite bande en stratifie extensible 35 
a contrainte nulle. la largeur de la bande strati- 
fiee (1). mesuree dans la direction de I'etirage, 
etant pratiquement egale a la largeur avant que 
ledit etirage initial ne sort applique, une fois que 
les forces d'etirage incrementiel sont suppri- 40 
mees de ladite bande en stratifie extensible a 
contrainte nulle (1). caracterise en ce que le 
procede comporte, en outre, les etapes suivan- 4. 
tes: 

(c) on contraint les parties marginales periphe- 45 
riques opposees de ladite seconde epaisseur 
susceptible d'etre ailongee (5.6), pres de la 
partie (210, 220) de ladite bande en stratifie 
extensible a contrainte nulle a etirer de facon 
incrementieile pour empecher pratiquement le so 
glissement ou la contraction de celle-ci dans 5. 
une direction sensiblement parallele a la direc- 
tion d'etirage. 

Procede selon la revendication 1, dans lequel le 55 
stratifie extensible a contrainte nulle (1) est deplace 
en continu. ledit procede comprenant les etapes 
suivantes : 



(a) on alimente en continu la bande en stratifie 
extensible a contrainte nulle (1) entre une paire 
de dispositifs d'application de pression oppo- 
ses (21, 25. 400, 440) comportant des rou- 
leaux nervures (21, 25) ayant un axe de 
rotation perpendiculaire a la direction du trajet 
de la bande, lesdrts rouleaux nervures ayant 
des surfaces tridimensionnelles (23, 24) pre- 
sentant des nervures qui, jusqu'a un certain 
degre au moins, sont complementaires entre 
elles; 

(b) on fait en sorte que lesdites surfaces tridi- 
mensionnelles opposees (23, 24), comportant 
lesdites nervures sur lesdrts rouleaux nervures 
(21 , 25) viennent en prise entre elles, au moins 
jusqu'a un certain degre. pendant que ladite 
bande en stratifie extensible a contrainte nulle 
(1) et se deplacant en continu passe entre eux 
;et 

(c) on contraint les parties marginales periphe- 
riques opposees de ladite premiere epaisseur 
elastomere (4a) et de ladite seconde epaisseur 
susceptible d'etre ailongee (5. 6), pres de la 
partie de ladite bande en stratifie extensible a 
contrainte nulle se deplacant en continu (1) a 
eiirer de facon incrementieile de maniere a 
empecher pratiquement le glissement ou la 
contraction de celle-ci dans une direction sen- 
siblement parallele a la direction d'etirage. 

Procede selon la revendication 1, dans lequel les- 
dits dispositifs d'application de pression opposes 
sont constituesde rouleaux nervures (21, 25) ayant 
un axe de rotation sensiblement perpendiculaire a 
la direction du trajet de la bande et dans lequel les- 
dites surfaces tridimensionnelles (23. 24) sur les- 
dits dispositifs d'application comprennent des 
nervures qui, au moins jusqu'a un certain degre, 
viennent en prise entre elles lorsque la bande en 
stratifie extensible a contrainte nulle (1) passe entre 
eux. 

Procede selon la revendication 2 ou 3. dans lequel 
la contrainte de ladite seconde epaisseur (5, 6) est 
realisee en appliquant une aspiration sur les parties 
marginales peripheriques opposees de ladite 
seconde epaisseur immediatemerrt adjacentes aux 
nervures sur au moins I'un desdits rouleaux nervu- 
res en prise (21,25). 

Procede selon la revendication 2 ou 3, dans lequel 
la contrainte de ladite seconde epaisseur (5, 6) est 
realisee a I'aide d'un serrage elastique des parties 
marginales peripheriques opposees de ladite 
epaisseur immediatemerrt adjacentes aux nervures 
sur au moins I'un desdits rouleaux nervures en 
prise (21. 25). 

Procede selon la revendication 5, dans lequel les 
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parties marginaies peripheriques opposees de 
ladite seconde epaisseur (5. 6) sort serrees ertre 
au moins Tun desdits rouleaux nervures en prise 
(21) et une paire de disques elastiquement defor- 
mabJes (40) disposes sur i'autre desdits rouleaux 5 
nervures (25) pendant (edit procede d'etirage incre- 
mentiel de la bande. 

7. Procede selon la revendication 5, dans lequel ies 
parties marginaies peripheriques opposees de 10 
ladrte seconde epaisseur (5, 6) sont serrees entre 

au moins run desdits rouleaux nervures en prise 
(21) et une paire de courroies sans fin (50) qui 
entourent une partie dudit rouleau nervure (21) 
pendant ledrt procede d'etirage incrementiel de la 15 
bande. 

8. Proc6d6 selon la revendication 1 ou la revendica- 
tion 2, dans lequel ledit etirage incremerrtiel de 
ladite bande en stratifie extensible a contrairtte 20 
nulle (1) est effectue dans une direction qui est sen- 
siblement parallele a la direction du trajet de la 
bande. 

9. Proced6 selon la revendication 1 ou la revendica- 25 
tion 2, dans lequel ledit etirage incremerrtiel de 
ladite bande en stratifie extensible a contrainte 
nulle (1 ) est effectue dans une direction qui est sen- 
siblement perpendiculaire a la direction du trajet de 

la bande. 30 

10. Procede selon la revendication 1 ou la revendica- 
tion 2, dans lequel ledit etirage incremerrtiel de 
ladite bande en stratifie extensible a contrainte 
nulle (1 ) est effectue suivant une configuration non 35 
lineaire. 

1 1 . Precede selon la revendication 1 0, dans lequel ledit 
etirage incremerrtiel de ladite bande en stratifie 
extensible a contrainte nulle (1 ) est effectue suivant 40 
une configuration curviligne. 

12. Procede selon la revendication 1 ou la revendica- 
tion 2, dans lequel ladite bande en stratifie extensi- 
ble a contrainte nulle (1) comporte, en outre, une as 
troisieme epaisseur, sensiblement sans tension qui 
peut §tre allongee mais qui present e une recupera- 
tion elastique inferieure a celle de ladite premiere 
epaisseur elastomere, fixee a la surface de ladrte 
premiere epaisseur elastomere pratiquement sans so 
tension qui est opposee a ladite seconde epaisseur 
pratiquement sans tension. 

13. Disposrtif perfectionne pour etirer de facon incre- 
mentielle une bande en stratifie extensible a con- ss 
trainte nulle (1) pour lui communiquer une elasticrte 
dans la direction de Petirage, au moins jusqu'au 
point de Petirage initial, (edit disposrtif comprenant : 



(a) des moyens (15. 16. 60) pour alimenter une 
bande en stratifie extensible a contrainte nulle 
(1 ). comportant une premiere epaisseur elasto- 
mere pratiquement sans tension (4a) fixee de 
facon pratiquement continue ou intermittente a 
une seconde epaisseur sensiblement sans ten- 
sion (5. 6) constitute cTune bande continue qui 
peut fitre allongee mais qui presente une recu- 
peration elastique inferieure a celle de ladite 
premiere epaisseur. entre une paire de disposi- 
trfs d'application de pression opposes (21. 25, 
400. 440) ayant des surfaces tridimensionnei- 
les qui, au moins jusqu'a un certain degre, sont 
complementaires entre elles ; 

(b) des moyens (23. 24. 510. 520) pour sou- 
mettre des parties de ladite bande en stratifie 
extensible a contrainte nulle (1) a un etirage 
incrementiel, lesdits moyens pour etirer de 
facon incrementielle ladrte bande en stratifie 
extensible a contrainte nulle comportant des 
moyens pour faire en sorte que lesdrtes surfa- 
ces tridimensionnefles opposees desdits dis- 
posrtrfs d'application de pression viennent en 
prise entre elles. au moins jusqu'a un certain 
degre. grace a quoi ladite seconde epaisseur 
pouvant §tre allongee (5, 6) est allongee en 
permanence par ledit etirage incrementiel de 
telle sorte que ladite bande en stratifie (1) est 
extensible elastiquement dans la direction de 
Tetirage initial, au moins jusqu'au point de Peti- 
rage initial, une fois que Ies forces d'etirage 
incrementiel initiates sont supprimees de ladite 
bande en stratifie extensible a contrainte nulle. 
la largeur de (a bande en stratifie (1). mesuree 
dans la direction de Tetirage, etant pratique- 
ment egale a la largeur avant que ledit etirage 
initial ne sort applique une fois que Ies forces 
d'elirage incrementiel sont supprimees de 
ladite bande en stratifie extensible a contrainte 
nulle (1), caracterise en ce que le disposrtif 
comporte : 

(c) des moyens pour contraindre (22, 40, 50) 
Ies parties marginaies peripheriques opposees 
au moins de ladite seconde epaisseur suscep- 
tible d'etre s'allongee (5, 6) pres de la partie de 
ladite bande en stratifie extensible a contrainte 
nulle (1) a etirer de facon incrementielle pour 
empecher pratiquement le glissement ou la 
contraction de celle-ci dans une direction prati- 
quement parallele a la direction de Petirage. 
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